Notice No. 3 


Rules and Regulations for the 
Classification of Ships, 
July 2014 


The status of this Rule set is amended as shown and is now to be read in conjunction with this and prior 
Notices. Any corrigenda included in the Notice are effective immediately. 


Issue date: August 2014 


Amendments to Effective date 


Part 3, Chapter 10, Section 2 1 September 2014 
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Part 3, Chapter 10 


Part 3, Chapter 10 


Welding and Structural Details 
Effective Date 1 September 2014 


E Section 2 
Welding 


2.2 Fillet welds 


Throat thickness 


t, = lesser of ty or tz 
Leg length 


(a) Weld fillet dimensions 
150 mm | 
l max. | 


(b) Staggered intermittent 


BaT 


(c) Chain intermittent 


Welding to be carried 
round ends of all lugs 


Radius not less than 0,25d\, or 75 mm, 


j Depth of scallop not greater 
than 25 mm whichever is the lesser 


ie 


ax. 


(d) Scalloped construction 
n ee 


Fig. 10.2.1 Weld dimensions and types 
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